What fe claimed is: 

1. A method for partially plating on a base by the use of a plating catalyst 
smiiprising a coating process to coat a surface to be plated or not to be 
pWed by means of a coating material selected from a water soluble polymer 
or %drolyzable polymer either before or after a catalyst applying process to 
soak\container containing bases in a plating catalyst bath. 

2. A irifethod for partially plating on a base claimed in claim 1 in which the 
base is ak assembly of a number of bases. 

3. (AmeiMed) A method for partially plating on a base claimed in elaim~l 
which comprises in order: 

(1) a\oughing process to rough the base surface, 

(2) a V^ti^S process to partially coat the roughed surface with a 
coating materi!^ selected from a water soluble polymer or hydrolyzable 
polymer, 

(3) a cataiVst applying process to apply a plating catalyst on the 
surface except an uWjoated portion, 

(4) a coated material removing process, and 

(5) a plating prW;ess to plate on the catalyst applied surface. 

4. (Amended) A methodVfor partially plating on a base claimed in claim 1 

which comprises in order: 

(1) a coating proems to partially coat a roughed surface with a 
coating material selected ff^m a water soluble polymer or hydrolyzable 
polymer, 

(2) a roughing process to ro^h the base surface except a coated portion, 

(3) a catalyst applying ^ocess to apply a plating catalyst on the 

roughed surface, 

(4) a coated material removii^process, and 

(5) a plating process to plate ort^he catalyst applied surface. 

5. (Amended) A method for partially pl^ng on a base claimed in claim 3 in 
which a plating catalyst applying process^nd a coating material removing 
process are conducted at the same time. 

6. (Amended) A method for partially platinjs^n a base claimed in claim 1 

which comprises in order: 

(1) a roughing process to rough the base surface, 

(2) a catalyst applying process to apply )»^plating catalyst on the 

surface. 



27 



9 9 

[ n nnn t ing prnrPR H tO ppi^H^lly rnnf fhr nuvfno . a w ith a COating 

material>^elected from a water soluble polymer or hydroly^hle polymer, 

(4)\a plating process to plate on the surfa(5e except an uncoated 

portion, anciv 

(5) a coated material removing proces^<^r 

7. (Amended) A method for partially plating on a base claimed in claim 1 
which comprisesHn order: X 

(1) a rough\ng process to^ugh the base surface, 

(2) a catalyst app^yir^g process to apply a plating catalyst on the 

surface, [/ 

(3) a plating prdis^ess, 

(4) a coating/^roCi^ss to partially coat the surface with a coating 
material selected fifom a wa\er soluble polymer or hydrolyzable polymer, 

(5) a removing proceS^s to remove a plated layer except the coated 

portion, and/ 

(6>f Si coated material rem)sjving process. 

8. (Am^ded) A method for partiaHy plating on a base claimed in any^cl^m 
1 h/which a coating material is po^lactate^or^^jni^^ of 

x^^ytSctate as a mam component with Miphatic polyester. 




